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AN ELECTROCHEMICAL CELL AND PROCESS FOR REDUCING THE 
AMOUNT OF ORGANIC CONTAMINANTS IN METAL PLATING BATHS 

Field of the Invention 

This invention relates to the reduction of the amount of an organic 
contaminant as measured by the "total organic carbon" (TOC), in metal plating 
baths, and in particular to an electrochemical cell and process for selectively 
effecting such reduction by electrochemical oxidation. 

Background of the Invention 

Most electroplating baths contain additives that are used to produce 
uniform and bright deposits of desired properties at economically desired rates. 
During plating, additives are both consumed and degraded, with the degradation 
products building up in the plating bath. As well, other organic contaminants are. 
introduced into the plating baths from the surrounding environment (e.g. dust, 
plant spores) and from the parts being plated (e.g. photoresist film leaching 
encountered in printed circuit board plating). When these contaminants build up 
to high levels they begin to interfere with the proper action of the plating 
additives, resulting in poor quality deposits (typically a loss of ductility, adhesion 
or uniformity). This invention relates to a process for removing these problem, 
contaminating, compounds thus allowing continued use of the plating bath 
solution while maintaining good quality plating. 

Description of the Prior Art 

The problem contaminants are typically removed by adsorption on 
30 activated carbon, oxidation by hydrogen peroxide at elevated temperature, 
oxidation by ozone, or oxidation followed by adsorption. (The activated carbon 
can either be used in a cartridge form or by the addition of loose granulated 
activated carbon followed by solution filtration). A simpler process is desirable 
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to avoid the handling of chemicals and/or the disposal costs for the activated 
carbon adsorbent. After use the activated carbon retains some plating solution 
and thus is contaminated by a metal ion and typically a strong acid, and for 
these reasons is classed as a hazardous waste. Thus an ideal process would 
5 not require the addition of strong chemicals nor would it produce any waste 
streams. 

Su mmary of the Invention 

The invention involves an electrochemical process to break down the 
problem organic compounds in plating mixtures, by oxidation at the anode of an 
electrochemical cell. By oxidation it is meant that the problem compounds are 
eventually mineralised, which means that the carbon based organic 
contaminants are transformed into benign compounds such as water 
molecules, carbon dioxide, and in some cases sulphate and/or nitrate. The 
process is designed in such a way as to efficiently destroy the problem 
compounds, and to minimise other possible side reactions which might alter the 
properties of the plating solution. By meeting these objectives the described 
process can produce a product which can be recycled to the plating operations 
with minimal processing steps. It will be appreciated that the invention covers 
mainly solutions of low pH. but can be extended to other plating processes. 

According to one aspect of the invention, an electrochemical cell is 
provided, comprising 
25 an anode compartment, 

an anode located in the anode compartment, 

an anolyte comprising an aqueous acidic solution containing an organic 
contaminant, 

a pump for circulating the anolyte through the anode compartment, 
30 a cathode compartment, 

a cathode located in the cathode compartment, 
a catholyte , 

a pump for circulating the catholyte through the cathode compartment, 
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a separator between the anode and the cathode, comprising an ionically 
conducting solid polymer membrane material, and 

a power supply for supplying dc current to the cell, 
wherein the anode includes an active material which is stable at acid pH and at 
5 high electrical potential, and which selectively breaks down organic compounds 
by electrochemical oxidation, and wherein the separator preferentially allows the 
passage of protons over other ions. 

According to another aspect of the invention, a process is provided for 
10 selectively 

electrochemically reducing the amount of an organic contaminant in an aqueous 
solution containing such contaminant, comprising providing an electrochemical 
cell, the electrochemical cell comprising 
an anode, 
is a cathode, 

an ionically conductive separator between the anode and the cathode, 
a catholyte, and 
a dc power supply, 

wherein the anode includes an active material which is stable at acid pH and at 
TU 20 hiqh electrical potential and which selectively breaks down organic compounds 

g by electrochemical oxidation, and wherein the separator preferentially allows the 

Q passage of protons over other tons, the process comprising 

(a) providing an electrochemical cell, the electrochemical cell 
25 comprising 

an anode compartment, 

an anode located in the anode compartment, 

an anolyte comprising an aqueous acidic liquid mixture containing an organic 
contaminant, 

30 a first pump for circulating the anolyte through the anode compartment, 
a cathode compartment, 
a cathode located in the cathode compartment, 
a catholyte , 
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a second pump for circulating the catholyte through the cathode compartment, 
a separator between the anode and the cathode, comprising an ionically 
conducting solid polymer membrane material, and 
a power supply for supplying dc current to the cell, 

wherein the anode includes an active material which is stable at acid pH and at 
high electrical potential, and which selectively breaks down organic compounds 
by electrochemical oxidation, and wherein the separator preferentially allows the 
passage of protons over other ions, 



(b) activating the dc power supply to provide electrical current to the 
cell, 

(c) activating the first pump to circulate the anolyte through the anode 
compartment to expose the liquid mixture to the anode to 

15 selectively break down the organic contaminant by 

electrochemical oxidation, 

(d) activating the second pump to circulate the caitholyte through the. 
cathode compartment, and 

(e) removing the aqueous solution having a reduced amount organic 
20 contaminant from the anode compartment. 

Brief Description of the Drawings 



Figure 1 is a schematic illustration of an exemplary process layout according to 
25 the invention. 

Figures 2-4 are graphs illustrating the reduction of amount of organic 
contaminant over time, according to the invention. 



30 Detailed Description of the Invention 



An exemplary process layout is shown in figure 1, including an 
electrochemical cell 10, comprising an anode 19 and a cathode 20. The 
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anode and cathode are respectively located in an anode compartment 13 and 
a cathode compartment 15, separated by a separator 14. The separator is 
made of a solid polymer ionically conductive membrane material, which 
preferentially passes protons over other ions. A pump 1 1 is provided to 
5 circulate a solution to be treated (the anolyte) through the anode 
compartment. A second pump 17 is provided to circulate a second solution 
(the catholyte) through the cathode compartment. A power supply 12 provides 
DC current to the cell (and thus electrical potential between the anode and 
cathode). 

10 

In operation, in the layout shown, solution requiring treatment (anolyte) 
from a plating operation is pumped via pipe 1 into a holding tank 3 through valve 
□ 2, and the plating operation is refilled via pump 7 with previously treated solution 

S from holding tank 4 using pump 6 and valve 5 (resulting in minimal plating 

J is operation downtime). The solution in the holding tank 3 (the anolyte solution) is 

£ then recirculated through the anode compartments) of the electrochemical cell 

|lj or cells via valve 9 and pump 11, entering the anode compartment 13 via inlet. 

22 and leaving via outlet 23, then returning to the holding tank 3 via valve 8. 

£ When the oxidation of the problem organic contaminants is sufficiently 

lU 

fU 20 completed, i.e. that the contamination level is reduced to some target value, the 

J| outflow of the cell is directed to holding tank 4 under control of valve 8. When 

O the holding tank 4 has been filled with plating solution, which is now free of 

problem levels of contaminants, the solution can be adjusted with fresh additives 
by means not shown, so as to be ready for reuse in the plating line. Throughout 
25 the treatment process the catholyte is recirculated from its reservoir, holding 
tank 18, using pump 17 and flowing through the cathode compartment(s) 15 of 
the electrochemical cell or cells via inlet 24 and outlet 25. 



This layout indicates one possible method of carrying out the process. It 
30 should be noted that if the process was used to treat small fractions of a plating 
line's total volume, in a semi-continuous batch mode, that only one holding tank 
might be used. Furthermore only a single set of anode, cathode and membrane 
are shown in figure 1 for simplicity. In an actual system a multitude of such 
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anode, cathode, membrane sets would most likely be used. The cell us d can 
be a closed top, filter press type cell, as shown in the diagram 10 and as is 
commonly used in electrochemical industry, or an open top cell capable of 
separate anolyte and catholyte flows with a membrane divider, as has been 
described in U.S. Patent 5,972,181, the disclosure of which is incorporated 
herein by reference. It should also be noted that the electrochemical cell is 
shown with a high surface area anode 19. This represents one type of possible 
anode as will be discussed later. 

For such a process to be useful, certain key features must be present in 
the cell, including an anode material which is stable in the solutions to be treated 
and conditions of interest e.g. low pH and high electrical potentials often used to 
break down organics, and provides sufficient activity for the break down of the 
target organic compounds, and a cell membrane which minimises the 
. , undesirable loss of metal from the solutions to be treated (by deposition at the 
f } electrochemical cell's cathode) and also does not result in a significant change 

in the solution chemical balance (by transport of water or ions other than- 
protons). It is also useful to provide methods to keep the system chemistry in 
balance due to small amounts of material that will pass through the cell 
membrane and accumulate in the cathode compartment. E-lach of these points 
O will be dealt with below. 
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By anode material we intend to refer to the active material which is at the 
surface of the anode because it is the anode's surface which is in contact with 
the solutions to be treated and therefore contributes most to the anode's 
performance. For reasons of conductivity, coating cost, and mechanical 
strength, industrial anodes are often fabricated by producing a coating of the 
desired active material on a metal substrate (e.g. a valve metal such as titanium 
or tantalum or any other substrate inert in the solution to be treated). It will also 
be appreciated that for some applications, the anode can be made of a solid 
active material. 
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As was stated above, a useful process requi.es an anode material thaUs 
stable in the solutions of interest and provides suffldent activity for the 
destruction of the targe, organic confound, For example, many plating 
solutions contain relatively strong acids, and very few anode coatings are stable 
at the high potentials required to breakdown the organic contaminants. Of those 
anode coatings that are stable, not all provkie sufficient activity for the 
destruction of the target compounds. Preferred active coatings are those that 
demonstrate, as well as stability, a poor catalytic activity for oxygen evolution. 
Three specific examples of electrode coatings that have been identified as 
viable choices for this process are: doped tin dioxide, lead dioxide, and platmum 
based coatings. 

The anode coating of antimony doped tin dioxide is produced by the 
thermal decomposition technique similar to methods disclosed, for example, in 
U.S. Patents 5,364,509 and 4,839,007 and in the literature (1). for use in waste 
water treatment. The disclosures of these references are incorporated herein by- 
reference. In one example this involves dipping a titanium mesh substrate 
previously coated with two layers of tantalum doped iridium oxide, also 
produced by the thermal decomposition technique, into a solution containing 0.1 
g/L of SbCI 3 and 10 g/L of SnCI 2 . The electrode is heated at 80 °C for 5 
minutes, and than placed in an air circulating furnace at 500 °C for one hour. 
This procedure is repeated four times. After the last cycle, the electrode is 
heated at 550 °C for one hour. The heating and cooling cycles are performed in 
a ramping mode to avoid thermal shock and excessive cracking of the anode 
material. 

Such antimony doped tin dioxide coated electrodes are known to be 
good at destroying organic* (2). However, the literature also indicates that tin 
dioxide is thermodynamically unstable at low pH (below c.a. pH -0.3 (3)). We 
found however that the stability was acceptable ven in fairly aggressive 
solutions such as those used in copper sulphate plating which typically contain 
20 wt.% sulphuric acid. Furthermore it was found for Ihe particular case of 
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copper plating, low leveis of tin and an«mony are compat* 
prols Bo* .in and antimony are standard impurities in copper anodes used 
TpL, *e plating baths ,4, and so the ba»s usually already OT nta,n -hese 
compounds. .. was aiso found that the ourren, efficfency for the deacon o 
hTSarge. -pounds was no. stronoly dependent on the electrode current 
density (i.e. the total cuoen. divided by ft. elecUode surface area). This a lows 
a wide range of e.e«rode current densities to be used in this prccess. Electrode 
current densities from 1 to 200 mA/cm> were found to wo* for this process We 
also found that to avoid excessive electrode cooosion yc* achieve sufficient 
production rate, electrode current densities between 10 and 75 mA/cm are 
preferred. 

Lead dioxide electrodes can be fabricated by electrochemical deposition 
of lead dioxide on titanium substrates (often with an interiayer to enhance 
adhesion and prevent formation of titanium oxide as described for example ,n 
U S Patents 5,683,567 and 4.822.459). Different additives are sometimes also 
used in such coatings (5.6). This anode was found to give efficiencies similar or 
slightly better than tin dioxide based coatings, though in some cases the stabilrty 
was not as good. 

Platinum based coatings were also found to perform satisfactorily under 
the proper operating conditions. Under normal operating conditions the 
efficiency of platinum for the destruction of organics has been reported in the 
literature to be much worse than that of tin dioxide (1 ). Platinum has also been 
reported to suffer significant corrosion in strong sulphuric acid and high current 
densities (7). We have found, however, that the performance and stability of 
platinum coated anodes is strongly dependent on current density and type of 
plating bath being treated. For tin and zinc plating baths, platinum coated 
anodes worked reasonably well in comparison with other anode materials at 
electrode current densities from 25 to 50 mA/cm 2 . For copper plating baths 
however, the efficiency with platinum anodes was significantly lower than tin or 
lead oxide based anode coatings. In general, efficiency was found to improve 
with lower electrode current density. (One possible explanation for this might be 
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a change in the mechanism of oxygen evolution on platinum at low current 
density related to a change in the oxidation state of surface platinum oxjdes (8)). 
Low e.ectrode current densities are not normally used in industrial processes 
because of the poor production rate and hence poor return on investment, 
especially when using precious metal coatings. However, if somewhat more 
expensive platinum coated electrodes with a high surface area per volume are 
used low electrode current densities can be used while still obtaining good 
production rates. Such electrodes can be obtained using stacked screens, 
packed beds of beads, sintered fibre structures (TySAR-EP from Olin Co. as 
described by U.S. Patent 5.294,319). or other similar geometry's known to those 
skilled in the art These would be coated with platinum or a mixture of metals 
containing predominately platinum (e.g. platinum/iridium mixed oxide coatings). 
Using such an approach, in particular for the copper plating baths, currents 
below 10 mA/cm 2 electrode current density can provide good efficiency for the 
destruction of the target organics with minimal corrosion, with electrode current 
densities below 2 mA/cm 2 being advantageous. 

A summary of some of our results for various anodes for treating acidic 
plating solutions are listed in Table 1 below: 
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Table 1 
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Electrode material 
or coating 


Efficiency for 

organic 
destruction 


Electrode stability 


Glassy carbon 


good 


Poor 


Lead dioxide 


very good 


Medium 


Iridium dioxide 


very poor 


Excellent 


Platinum 


poor 


very good 


TySAR-IM® 
(intermetallic) 


very poor 


Excellent 


TySAR-EP® 
(platinum) 


good 


Excellent 


doped tin dioxide 


very good 


Good 



s (Where TySAR materials are high surface area, coated, titanium fibre mat 
products of the Olin Co. as described in U.S. Patent 5,294,319. the disclosure 
of which is incorporated herein by reference). 

Thus it can be seen that superior results from the standpoint of efficiency 
10 and stability are provided by anode coatings including lead dioxide, high surface 
area electrodes with platinum based coatings, and dope* tin dioxide coated 
electrodes. Of these, from the standpoint of efficiency and lower cost, the doped 
tin dioxide and lead dioxide coated electrodes are advantageous, especially 
when the application involves less corrosive solutions or where the corrosion 
15 products are less problematic (e.g. copper plating). In some other applications 
the platinum based anodes would be advantageous. 
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Membrane selection 

As was stated earlier the cell membrane acts to minimise the undesirable 
loss of mete, tan the sclutfcns to be treated (by deposition a. the 
electrochemical ce,rs cathode, and also should no. result in a significant change 
in the solutton chemical composition (by transport of water or ions other than 

protons). ■ 

The best isolation of the anode and cathode compartments can be 
obtained using a bipolar membrane (9) (e.g. Tokoyama Soda BP-1). 
Unfortunately problems were encountered with membrane fouling due to 
precipitation of metal tons inside the membrane where a high P H region occurs 
(caused by the water splitting which occurs at the centre of the brpolar 
membrane). While this problem could be decreased by running at low 
membrane current densities which results in a less extreme P H variation in the 
middle of the membrane, it would also result in a low production rate for the 
electrochemical cell. 



Therefore various types of cation exchange membranes were evaluated 
PJ 20 for their ability to preferentially allow the passage hydrogen ions over metal ions. 

S Good results were obtained using monovalent cation seledive membranes (e.g. 

Tokoyama Soda Neosepta CMS or Asahi Glass HSF, U.S. Patents 3.847.772 
and 5 300.204 respectively, the disclosures of which are incorporated herein by 
reference) and perfluorosulfonic acid cation membranes (e.g. Dupont Nafion®). 
25 These types of membranes are advantageous because of their ability to provide 
a good isolation of the anode and cathode solutions while passing reasonable 
current densities. 



Mode of Operation 



30 



While the membrane materials described above provide good isolation of 
the anode and cathode solutions, they are not perfect. Perfect membranes 
would only allow the passage of protons (hydrogen ions), which would balance 



11 



12/22/00 08:37 FAX 613 952 6082 INTELLECTUAL PROPERTY @018 



# 

, he hydrogen ions produced a. the anode and consumed at the cathode, 
keeping both solutions unchanged by the process other than the oxidation of the 
undesirable organic contaminants and the electrolysis of a sJkjht amount of 
wa ter. It is therefore advantageous to provide methods to deal with the slow 
transfer of metal ions and water through the membrane. 

Water is transported across the membranes by electro-osmotic drag from 
tne ions moving in the applied electric field. This resuKs in the stow increase ,n 
catholyte volume. We have found that by careful adjustment of the process 
conditions that the problem of electro-osmotic water transport can be elimrnated^ 
That is. by using a catholyte comprising a solution with a lower ionic strength 
than the anolyte (which is the plating solution being treated) a reverse osmosis 
transport of water back to the anolyte is provided. Accordingly, the reverse 
osmosis water transport from catholyte to anolyte. and the electro-osmotic water 
transport from anolyte to catholyte. can be made to cancel (for any given 
membrane current density). For example using an anolyte conta,™ng 2 M 
H 2 S0 4 and a membrane current density of 90 mA/cm* through a monovalent, 
cation membrane (Tokoyama Soda Neosepta CMS), a catholyte of about 0.2 M 
N H ; SO. provided sufficiently lower ionic strength (compared to the anolyte) to 

produce a balancing reverse osmosis water dux. The lower ionic strength of the 
catholyte also works to counteract any slight electromigration of anions from the 
catholyte through the cation exchange membrane. 

The metal ions which do make it through the membrane will be plated at 
the cathode. If the deposited metal is not removed it can eventually block the 
flowpath and/or grow across the cell, damaging the membrane and electncally 
shorting the electrodes. 

One solution is to periodically remove and dean the cathodes. This is 
appropriate for an open top tank type cell capable of holding membranes. It is 
also possible to periodically clean the cathodes withoul cell disassembiy by 
recirculating a metal stripping solution such as 10 to 40 % by volume nitric acd 
or dilute hydrogen peroxide to dissolve the plated metal. For this approach a 
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cathode material which is resist to oxidising agents, such as stainless stee., 
platihised titanium or titanium would be used. 

« is advantageous however to have availabie additional methods that 
s operate con tt nuously to avoid or grea»y reduce the frequency c os 
maintenance and i»s results downtime. T* is indeed ,n F«ure 1 by the 
metal removal and metal return units 16 and 21 , respectively. 

in one approach the metal ions are continuously removed from the 
„ catholyte using a small separate electrochemical cell in the recirculation loop 
(one possible form of the metal removal unit 16). If this eel, is designed to 
efficiently remove metal ions (using for example a hfch surface area cathode), 
can greatly increase the amount of time between cathode clearangs. 
■f Furthermore, in an enhanced version of this approach, the separate 

J , 5 electrochemical cell can also be used for cleaning the main cell cattodes 

between treatment mns. Using this method, after a treatment run the anolyte ,s 
drained from the main cell while the catholyte continues to recirculate. The 
cathodes in the main cell are then polarised anodically versus the cathode of the 
separate electrochemical cell in the recirculation loop. Metal, which has bu,lt-up 
2Q on the cathodes of the main cell, would then dissolve and deposrt in the external 
cell For this enhanced approach the main cell cathodes must be of a metal 
which is stable both anodically and cathodically in the catholyte solution. For 
acidic catholyte solutions it is advantageous to use glassy carbon or a platinum 
coated cathode material. 

A second approach involves the use of cathode designs that result in 
plated metal deposits having a poor adhesion to the cathode. If the metal 
deposit is then induced to fall off the cathode the metal removal from the 
catholyte flow can carried out using a settling or filtration unit (a second possible 
30 form of the metal removal unit 16). Materials which are known to exh.b,t poor 
adhesion of metals are typically oxide covered metals (such as titanium and 
stainless steel) and glassy carbon. For reasons of stabilfty and cost sta.n.ess 
steel has advantages. 
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' Two approaches have been used to dislodge the loosely adhering metal 
deposit. One approach invokes the use of ultrasound. A seconc I approach 
uses high electrode current densHies that increase the Mness of the depos* 
, and the rate per unit area of gas (hydrogen) bubbling. To ach,eve h,gh 
electrode current densities on the cathode requires a small cathode area for a 
given current). To do this while still maintaining an evenly distributed and lower 
current density on the anode, a technique was developed where-by large areas 
of the cathode were masked off. Cathodic current is allowed to flow through 
,o evenly spaced narrow slits cut in the masking material perpendicular to the 
catholyte flow direction. This allows for very high local cathodic electrode 
current densities to be achieved while maintaining a fairly evenly spread flow of 
| current to the anode. Furthermore, by using a sin shaped cathode geometry. 

"*j metal that does collect is only attached by a narrow base perpendicular to the 

S 15 catholyte flow and therefore more easily dislodged. Using these approaches the 

* time between required maintenance can be greatly increased, thus reducing the 

ru 

□ process operating costs. 



m 20 



The metal ion level in the treated solution can be readjusted by the 
addition of fresh metal salts in holding tank 4 before reusing the solution. An 
alternative approach involves returning the metal collected in the metal recovery 
Q unit 16, described above, using the metal return unit 21, as shown in figure 1. 

This recovered metal would be in the form of either the metal loaded h.gh 
surface area cathode, if a separate external electrochemical cell is used, or 
25 metal powder if the solid metal is dislodged from the main cell cathodes and 
removed from the catholyte by filtering or settling. The melal return unit 21 may 
be in the form of a vessel located at the anolyte outlet 23 from the main 
treatment cell. The recovered metal is slowly re-dissolved in the oxygen 
saturated solution coming from the anolyte compartment, if it is an easily 
30 oxidised metal. Otherwise, the high surface area cathode or the collected metal 
powder (if it is collected for example on a titanium mesh basket) can be 
electrically connected to the treatment cell anode to speed the re-dissolution. 
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PYAMPLE 1 



A 0 5 L solution of spent copper plating solution (2M H,SO. and 20 g/L 
, copper) w«h a unaoceptably high level of degradation products as MaM by. 

tlgh a f,er press type flow-by cel, ,A ^"T^^ 
Bectrocell Co.). The cell anode was composed of two laye* of sta ged 
titanium mesh coated w«h an«mony doped tin oxide (giving 24 cm anode area). 
,„ A 316 stainless steel cathode was used with a 10 cm* adive area. The «• 
anode and cathode compartments were separated w«h a 10 cm* b,po^ 
membrane and a 2 M HaSO, catholyte was used. The solution was recrcu ated 
S at 200 ml/min and a total current of 250 mA was applied giving an electrode 

9 current densfty of 10.4 mA/cm* and a membrane current density of 25 mA/cm 

15 The TOC level in the solution decreased as is shown in Figure 2. At the end of 
the run oniy 0.01 g of copper was fcund a. the cathode. The catholyte volume 
was essentially unchanged and the anolyte volume was around 450 ml and was 
made up to 500 ml with distilled water. 
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A 0 5 L solution of spent copper plating solution (2M H 2 S0 4 and 20 g/L 
copper) w«h a unaoceptably high level of degradation products (TOC 1 800 ppm) 
was recirculated through a filter press type flow-by cell as described in Example 
1 The cell anode was a 3.175 mm thick sheet of platinum coated titan.um fibre 
mat with an approximate area of 286 cm 2 ('TySAR EP" as described ,n U.S. 
patent 5,294.319). A total cell current of 250 mA was used, giving an electrode 
current density of 0.9 mA/cm 2 and a membrane current density of 25 mA/cm . 
The TOC level in the solution decreased as is shown in Figure 3. At the end of 
the run only 0.01 g of copper was found at the cathode. The catholyte volume 
was essentially unchanged and the anolyte volume was around 405 ml and was 
made up to 500 ml with distilled water. 
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A 0 1 L solution of spent copper plating solution (2M H 2 S0 4 and 20 g/L 
copper) with a unacceptably high .eve, of degradation products (TOC 2000 ppm 
was recircuiated through a filter press type flow-by cell as described ,n Example 
1 ,„ this case the cell anode had a coating of lead dioxide over an integer o 
indium dioxide on a titanium plate substrate with an area of 10 cm , and the ce.l 
membrane was a monovalent cation membrane (Tokuyama CMS). AJso a 
current of 500 mA was used, giving electrode and membrane current densrt.es 
of 50 mA/cm 2 . The TOC level in the solution decreased as is shown .n F.gure 4. 



k 15 PXAMPLE 4 



O A 20 L solution of spent copper plating solution (2M H 2 S0 4 and 20 g/L- 

U copper) with a unacceptably high level of degradation products (TOC 1850 ppm) 

H was recirculated through a filter press type flow-by cell with two anodes and two 

m 20 cathodes (An MP flowcell manufactured by the AB Electrocell Co.). The cell 

anodes were composed of three layers of stacked titanium mesh coated wrth 
antimony doped tin oxide. The cathodes were stainless stoel and the catholyte 
was 2 M H 2 S0 4 . The cell anode and cathode compartments were separated 
with a bipolar membrane (Tokoyama Soda BP-1) and the system run at a 
25 current of 6 A, giving a membrane current density of 30 mA/cm 2 . The solution 
was recirculated at 1 .25 Umin. The TOC level in the solution was decreased to 
950 ppm in 645 h. The catholyte volume was maintained over the run by the 
addition of water. The final anolyte volume was around 19 L. After readjust.ng 
the anolyte volume to 20 L with water the copper and sulphunc aad 
3 o concentrations were virtually unchanged from the starting levels. Fresh platmg 
additives were then added to the treated solution and copper test blanks were 
plated. The plated blanks were tested for tensile strength and ductility and 
found to have acceptable properties. 
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A 10 L solution of spent copper plating solute (2M H 2 SO. and 20 g/L 
copper) with a unstably high ,eve, of degraded products (TOC 1850 ppm 
J„ ircuiated through the fitter press flow-by cet, described in Exampie 4 M 
w«h only one anode and one cathode. The cell anode and cathode 
oomparlnts were separated with a mono— catton membrane W-na 
„ soda Neosepta CMS) and the system „n at a membra ne current dens* °< » 
mA/cm 2 The catholyte was 0.2 M sulphunc acid compared to about 2 M 

0 sulphuric ac* in the copper plaUng solution. The TOC level in the solution 
fl decreased to 425 ppm in 380 h. The catholyte volume was maintained over the 

1 run by the addition of water. The final anolyte volume was a-ound 1 1 L. Copper 
1 ,s collected at the cathode amounted to about 8 g. which was less than 6% of the 

nJ initial copper in the plating solution. 

Pi 



ry 

ru 
ru 



20 



25 



30 



pXAMPLE 6 

A small H-type cell was used with a Sn02/Ti anode and a platinum 
aauze cathode. The anolyte was copper plating solution containing about 2 M 
H 2 S0 4 and 20 g/L copper and the catholyte was 2 M H a SO, The cell was 
separated wrth a bipolar membrane (Tokoyama soda BP-1). The cel. was run at 
membrane current densities of 30, 35, 40, and 45 mA/cm 2 for about 10 hours at 
each value. At the end of this time there was no visible copper on the cathode 
however the precipitation of copper within the membrane was observed at 45 
mA/cm 2 . When the test was repeated with a catholyte of 4 M H 2 S0 4 the 
membrane fouling point was raised to 50 mA/cm . 

From longer term runs using the bipolar membrane (as described in 
Examples 1 and 2) the data shown in Table 2 below were compiled for the 
percentage of the charge flowing through the membrane carried by copper ,ons. 
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Table 2 



u 
sj 



Total charge passed (C) 



696767 



455220 



370380 
273075 



0.05 



0.01 

"ooT 




Current efficiency of 
copper transport (%) 



0.022 



0.007 



0.008 



♦ ,ncnnrt pffiripncv of 0 02 % (with a standard deviation 
5 for an average copper transport efficiency 01 u.u* v 

of 0.01). 



ni 



iu 

asst. 



10 



15 



EXAMPLE 7 

A small H-type cell as described in Example 6, but with a 0.5 M H 2 S0 4 
catholyte. was used to test various cation membranes. Tests were carried out 
with a membrane current density of 40 mA/cm 2 until significant copper was 
visible on the cathode. The cathode was then removed, the copper depos,t 
weighed, and the current efficiency for copper transport was calculated. The 
results are shown in Table 3 as follows: 
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Table 3 



1 Membrane 


Total charge 
passed (C) 


Copper on cathode 

(g) 


Current efficiency 
of copper transport 
(%) 


pprfl u o ri n at6d 


51840 


0.0452 


0.27 


canon 








(Nafion 117) 

OnlwcK/rpnf 1 Cation 


36540 


0Tl76 


" 1.47 


(ESC 7000) 






n oft 


Polystyrene 


69300 


0.0642 


U./o 


monovalent cation 








(Tokuyama CMS) 








Polysulfone 


342360 


0.267 


0.24 


monovalent cation 








(Asahi HSF) 









PXAMPLE 8 



10 



An acid tin plating solution having an unacceptable TOC level of 4700 
ppm was treated in a double H-type membrane cell with a doped tin diox.de 
anode, platinum cathodes and a Nafion membrane. The anolyte solution has a 
tin content that varies between 20 to 60 g/l, and a free sulphuric acid content 
that varies between 30 and 80 g/l. A volume of about 200 ml was treated for 
144 h at an anode current density of 25 mA/cm 2 (0.56 A total) and the TOC was 
reduced to 2500 ppm. 



15 

FXAMPLE 9 



An acid tin plating solution having an unacceptable TOC level of 5500 
ppm was treated in a double H-type membrane cell with a platinum based 
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anode, platinum cathodes and Tokuyama CMS membranes. The anolyte 
sotution has a tin content .ha. varies between 20 .o 60 tf. and a free sulphunc 
acid content .ha. vanes between 30 and 80 g/l. A volume o. about 200 ml was 
tre a.ed for 72 h a. an anode current dens*, o, 50 mA/cm' (1.12 A tola,) and the 
5 TOC was reduced to 3500 ppm. 



EXAMPLE 1Q 



ru 



10 



03 



4= 



An acid tin plating solution having an unacceptable TOC level of 5500 
p„ m was .reated in a double H-type membrane cell with a .ead dioxide anode. 
p ,a«num cathodes and Tokuyama CMS membranes. The anolyfe solution has 
a tin content that varies between 20 to 60 gfl, and a free sutphuric acid content 
that varies between 30 and 80 g/l. A volume of about 200 ml was treated for 64 
h at an anode current density of 50 mA/cm* (1.30 A total) and the TOC was 
reduced to 910 ppm. 



EXAMPLE 11 



Q 20 An acid zinc plating solution having an unacceptable. TOC level of 960 

° ppm was treated in a double H-type membrane cel. wrth a doped tin dioxide 

anode, platinum cathodes, and Nafion membranes. The anolyte so.ution has a 
zinc content that varies between 7 and 40 g/L, a total chloride that varies 
25 between 130 and 220 g/l, and ammonium chloride of a minimum concentrate 
of 200 g/l. A volume of about 200 ml was treated for 30 h at an anode current 
density of 25 mA/cm 2 (0.56 A total) and the TOC was reduced to 810 ppm. 



30 



FX AMPLE 12 



An acid zinc plating solution having an unacceptable TOC level of 3600 ppm 
was treated in a double H-type membrane cell wKh a platinum based anode. 
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10 



15 



platinum cathodes, and ToKuyama CMS membranes. The anolyte «*Mn has 
a zinc content that varies between 7 and 40 g/L a total chloride that varies 
between 130 and 220 g/l. and ammonium chloride of a minimum concentration 
of 200 g/l A volume of about 200 ml was treated for 30 h at an anode current 
density of 25 mA/cm* (0.56 A total) and the TOC was reduced to 1400 ppm. 

CVAMPI.E 13 

An acid zinc plating solution having an unacceptable TOC level of 3600 ppm 
was treated in a double H-type membrane cell wfth a lead dioxide anode, 
platinum cathodes, and Tokuyama CMS membranes. The anolyte so.ut.on has 
a zinc content that varies between 7 and 40 g/L. a total chlor.de that varies 
between 130 and 220 g/l. and ammonium chloride of a minimum concentration 
of 200 g/l. A volume of about 200 ml was treated for 26 h at an anode current 
density of 25 mA/cm 2 (0.65 A total) and the TOC was reduced to 1600 ppm. 
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